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BASIC- ABSTRACT: 

Starting material comprises a metal or ceramic powder and a binder 
for 

imparting flowability. The binder comprises a thermoplastic high 
polymer 

having a Vicat softening point of 12 0 deg.C or higher. 

Pref . as the binder are high density polyethylene (Vicat softening 
point: 116 - 

127deg.C, polypropylene (120 - 155deg.C) , and polymethylpentene (142 
173deg.C) . 
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USE/ ADVANTAGE - Provides a moulding having improved retention of the 
moulded 

shape. Metal or ceramic mouldings having no ' deformation can be obtd. 
by powder 

metallurgy without applying sizing. 
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